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IN THE CLAIMS 

Claim 1 (previously presented): A melt-blended polyethylene composition comprising: 

a first high density polyethylene resin having a melt flow index of about 0.01 to about 0.2 
and a density of about 0.941 to about 0.958 g/cm 3 ; 

a second high density polyethylene resin having a melt flow index of about 0. 1 to about 
1.5 and a density of about 0.957 to about 0.970 g/cm 3 ; and 

a third polyethylene resin selected from the group consisting of linear low density 
polyethylene resins, linear medium density polyethylene resins, and mixtures thereof, 

said resins being present in the melt-blended polyethylene composition in amounts 
relative to one another such that the composition has a density of about 0.945 to about 0.960 
g/cm 3 , a melt flow index of about 0.1 to about 0.4, and a stress crack resistance of at least 24 
hours. 

Claim 2 (previously presented): The composition of claim 1, wherein the first, second and 
third resins are each independently selected from the group consisting of virgin, recycled, scrap 
and wide specification resins, and mixtures thereof. 

Claim 3 (previously presented): The composition of claim 1, wherein the third polyethylene 
resin has a melt flow index of about 0.1 to about 1.5. 

Claim 4 (previously presented): The composition of claim 1 , wherein the third polyethylene 
resin has a density of about 0.920 to about 0.940. 

Claim 5 (cancelled) 

Claim 6 (previously presented): The composition of claim 1, wherein the first and second high 
density polyethylene resins are each independently selected from the group consisting of a 
unimodal resin, a bimodal resin, a multimodal resin, and mixtures thereof. 

Claim 7 (previously presented): The composition of claim 1, wherein the first and second high 
density polyethylene resins are present in a total amount of about 50 to about 95 percent by 
weight. 
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Claim 8 (original): The composition of claim 1, wherein the flow rate ratio of the melt-blended 
composition is about 80 to about 130. 

Claim 9 (previously presented): The composition of claim 1, wherein the flow rate ratio of the 
first and second resins is about 20 to about 200. 

Claim 10 (previously presented): The composition of claim 9, wherein the flow rate ratio of 
the first and second resins is about 90 to about 130. 

Claim 11 (original): The composition of claim 1, wherein the flow rate ratio of the linear low 
density polyethylene and the linear medium density polyethylene is about 20 to about 60. 

Claim 12 (original): The composition of claim 1, wherein the melt flow index of the melt- 
blended composition is about 0.15 to about 0.35. 

Claim 13 (original): The composition of claim 12, wherein the melt flow index of the melt- 
blended composition is about 0.2 to about 0.3. 

Claim 14 (original): The composition of claim 1, wherein the density of the melt-blended 
composition is 0.945 to 0.955 and the melt flow index is about 0.1 to 0.4. 

Claim 15 (previously presented): The composition of claim 1, wherein the first and second 
high density polyethylene resins are each independently selected from the group consisting of a 
high molecular weight high density polyethylene resin, a homopolymer high density 
polyethylene resin, and mixtures thereof. 

16-19 (cancelled) 

Claim 20 (previously presented): A melt-blended polyethylene composition comprising: 

a high molecular weight high density polyethylene resin having a density of about 0.941 

to about 0.958 g/cm 3 and a melt flow index of about 0.01 to about 0.2; 

a homopolymer high density polyethylene resin having a density of about 0.957 to about 

0.970 g/cm 3 and a melt flow index of about 0.1 to about 1.5; and 
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at least one additional polyethylene resin selected from the group consisting of linear low 
density polyethylene resins, linear medium density polyethylene resins, and mixtures thereof, 

said resins being present in the melt-blended polyethylene composition in amounts 
relative to one another such that the composition has a density of about 0.945 to about 0.960 
g/cm 3 , a melt flow index of about 0.1 to about 0.4, and a stress crack resistance of at least 24 
hours. 

Claim 21 (previously presented): The composition of claim 20, wherein the high molecular 
weight high density polyethylene resins and homopolymer high density polyethylene resins is are 
present in a total amount of about 50 to about 95 percent by weight. 

Claim 22 (previously presented): The composition of claim 20, wherein each of the resins are 
independently selected from the group consisting of virgin, recycled, scrap and wide 
specification resins, and mixtures thereof. 

Claim 23 (previously presented): A plastic article comprising a melt blended polyethylene 
composition that comprises: 

a first high density polyethylene resin having a melt flow index of about 0.01 to about 0.2 
and a density of about 0.941 to about 0.958 g/cm 3 ; 

a second high density polyethylene resin having a melt flow index of about 0.1 to about 
1.5 and a density of about 0.957 to about 0.970 g/cm 3 ; and 

a third polyethylene resin selected from the group consisting of linear low density 
polyethylene resins, linear medium density polyethylene resins, and mixtures thereof, 

said resins being present in the melt-blended polyethylene composition in amounts 
relative to one another such that the composition has a density of about 0.945 to about 0.960 
g/cm 3 , a melt flow index of about 0.1 to about 0.4, and a stress crack resistance of at least 24 
hours. 

Claim 24 (cancelled) 

Claim 25 (previously presented): The article of claim 23, wherein the first, second and third 
resins are each independently selected from the group consisting of virgin, scrap, recycled, and 
wide specification resins, and mixtures thereof. 
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Claim 26 (previously presented): A plastic article comprising a melt blended polyethylene 
composition that comprises: 

a high molecular weight high density polyethylene resin having a density of about 0.941 
to about 0.958 g/cm 3 and a melt flow index of about 0.01 to about 0.2; 

a homopolymer high density polyethylene resin having a density of about 0.957 to about 
0.970 g/cm 3 and a melt flow index of about 0.1 to about 1.5; and 

at least one additional polyethylene resin selected from the group consisting of linear low 
density polyethylene resins, linear medium density polyethylene resins, and mixtures thereof, 

said polyethylene resins being present in the melt-blended polyethylene composition in 
amounts relative to one another such that the composition has a density of about 0.945 to about 
0.960 g/cm 3 , a melt flow index of about 0.1 to about 0.4, and a stress crack resistance of at least 
24 hours. 

Claim 27 (cancelled) 

Claim 28 (previously presented): The article of claim 26, wherein the first, second and third 
resins are each independently selected from the group consisting of virgin, scrap, recycled, and 
wide specification resins, and mixtures thereof. 

Claim 29-40 (cancelled) 

Claim 41 (previously presented): A method for producing a polyethylene composition, 
comprising melt blending together a sufficient amount of a first high density polyethylene resin 
having a melt flow index of about 0.01 to about 0.2 and a density of about 0.941 to about 0.958 
g/cm 3 ; a second high density polyethylene resin having a melt flow index of about 0.1 to about 
1 .5 and a density of about 0.957 to about 0.970 g/cm 3 ; and a sufficient amount of a third 
polyethylene resin selected from the group consisting of linear low density polyethylene resins, 
linear medium density polyethylene resins, and mixtures thereof, to produce a melt-blended 
composition having a density of about 0.945 to about 0.960 g/cm 3 , a melt flow index of about 0.1 
to about 0.4, and a stress crack resistance of at least 24 hours. 
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Claim 42 (previously presented): The method of claim 41, wherein the first, second and third 
resins are each independently selected from the group consisting of virgin, recycled, scrap and 
wide specification resins, and mixtures thereof. 

Claim 43 (previously presented): The composition of claim 41, wherein the first and second 
high density polyethylene resins are present in a total amount of about 50 to about 95 percent by 
weight. 

Claim 44 (previously presented): A method for producing a polyethylene composition, 
comprising melt blending together a sufficient amount of a high molecular weight high density 
polyethylene resin having a density of about 0.941 to about 0.958 g/cm 3 and a melt flow index of 
about 0.01 to about 0.2; a homopolymer high density polyethylene resin having a density of 
about 0.957 to about 0.970 g/cm 3 and a melt flow index of about 0.1 to about 1.5; and a 
sufficient amount of at least one additional polyethylene resin selected from the group consisting 
of linear low density polyethylene resins, linear medium density polyethylene resins, and 
mixtures thereof, to produce a melt-blended composition having a density of about 0.945 to 
about 0.960 g/cm 3 , a melt flow index of about 0.1 to about 0.4, and a stress crack resistance of at 
least 24 hours. 

Claim 45 (previously presented): The method of claim 44, wherein each of the resins is 
independently selected from the group consisting of virgin, recycled, scrap and wide 
specification resins, and mixtures thereof. 

Claim 46 (previously presented): The method of claim 44, wherein the high molecular weight 
high density polyethylene resin and homopolymer high density polyethylene resin are present in 
a total amount of about 50 to about 95 percent by weight. 

Claim 47 (previously presented): The composition of claim 23, wherein the first and second 
high density polyethylene resins are present in an total amount of about 50 to about 95 percent 
by weight. 

Claim 48 (previously presented): The composition of claim 23, wherein the first and second 
high density polyethylene resins are each independently selected from the group consisting of a 
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high molecular weight high density polyethylene resin, a homopolymer high density 
polyethylene resin, and mixtures thereof. 

Claim 49 (previously presented): The article of claim 26, wherein the high molecular weight 
high density polyethylene resin and homopolymer high density polyethylene resin are present in 
a total amount of about 50 to about 95 percent by weight. 

Claim 50 (previously presented): the composition of claim 41, wherein the first and second 
high density polyethylene resins are each independently selected from the group consisting of a 
high molecular weight high density polyethylene resin, a homopolymer high density 
polyethylene resin, and mixtures thereof. 
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